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Written Ву Due Date : 22/12/2008 Qty: f Um: Each 
Checked & Approved By 
Comment : Est ВеуЖ /Чем Issue 06-05-23 EC 
Est Rev:B 08-01-24 change rivet for CR1122-3-025 DD 


verified by:EC 
Additional Product 


Job Number: | 


Seq. #: Machine Or Operation: Description : 


10 D34842 Base, RH 


ШШ !! 


Comment: Qty: 1.0000 Each(s)'Unit Total: 3.0000 Each(s) 


вас. Јо 4/7. хэ 23:01. 34 


20 D34844 


$ m | T 


Comment: Qty: 1.0000 Each(s)Unit Total: 3.0000 Each(s) 


Comment: Qty: — 1.0000 — Total: 3.0000 Each(s) 


Cone, RH 


LARGE FAB 1 LARGE FABRICATION RESOURCE 1 


Comment: | ARGE FABRICATION RESOURCE 1 


1-Weld as per Dwg D3484 using DT8880 Jig (2.9 
AR ALROD Batch: И JOKED өр 090/219 


2-Buff & Smooth Welds to mating surfaces 


Page 1 Form: rprocess 


"Date: Tuesday, 27/01/2009 10:33:28 AM 


User: Linda Lacelle Process Sheet 


Customer: CU-DAROO1 Dart Helicopters Services Drawing Name: TAIL LIGHT FAIRING 


Job Number: 44096 Part Number: D3484042 


Seq. #: Machine Or Operation: Description : 


QC9 VISUAL WELDING INSPECTION 


Comment: VISUAL WELDING INSPECTION 


QC5 


Comment: [INSPECT WORK TO CURRENT STEP 
HAND FINISHING1 HAND FINISHING RESOURCE #1 


ШИ 


Comment: HAND FINISHING RESOURCE 81 
Chemical Conversion Coat as per QSI 005 4.1 
INSPECT POWDER COAT/CHEMICAL CONVERSION 


QC3 


Comment: |МЅРЕСТ POWDER COAT/CHEMICAL CONVERSION 
CR1122 3 025 


Comment: Qty: 4.0000 Each(s)'Unit Total: 12.0000 Each(s) 
Rivet 


Batch: /06 9 7) 


MS2106904 ANCHOR NUT 


Comment: Qty: 2.0000 Each(s)/Unit Total: 6.0000 Each(s) 
ANCHOR NUT 


a 


INSPECT WORK TO CURRENT STEP 


SMALL FAB 1 SMALL & MEDIUM FAB RESOURCE 1 


Comment: SMALL & MEDIUM FAB RESOURCE 1 
1-Install Nut Plates as per Dwg D3484 


QC5 


Comment: INSPECT WORK TO CURRENT STEP 


INSPECT WORK TO CURRENT STEP 
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Dart wo ana Ltd 


WORK ORDER CHANGES 


Approval | дрргоуа! 
PROCEDURE CHANGE ву | Date oy Chit Eng / 


Part No: "o PAR уй Fault Category: Фо fro kace NCR: A No DQA: SSS Date: < 2972/83 
Resolution: (727 ^ sec Disposition: __ Je- wa(k. QA: N/C Closed: ће: ) Date: c&/o 3.403 
WORK ORDER NON-CONFORMANCE (NCR) 


Corrective Action Section B я 
Description of МС Verification | Approval | Approval 
Chief Eng Chiet Eng Date = 
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. NOTE: Date & initial all entries 


HMFORMS!Quality Assurancelapproved QAWCRWO RevE 


* 


Date: “ Tuesday, 27/01/2009 10:33:28 AM 
User: _ Linda Lacelle 


Process Sheet 
Customer: CU-DAROO1 Dart Helicopters Services Drawing Name: TAIL LIGHT FAIRING 


Job Number: 44096 Part Number: 03484042 


Seq. #: Machine Or Operation: 
POWDER COATING POWDER COATING 


ШИМ „02224 ШШ 


Comment: POWDER COATING 
Powder Coat White Gloss (Ref: 4.3.5.1) as per QSI 005 4.3 


START TIME: 
OVEN TEMPERATURE: 
FINISH TIME: 


QC3 


Comment: INSPECT POWDER COAT/CHEMICAL CONVERSION 
PACKAGING 1 PACKAGING RESOURCE #1 


£ С 
ШОШ ШШ 


Comment: PACKAGING RESOURCE #1 
Identify and Stock 
Location: 
Identify on inside surface as indicated 
TCCA-PDA,DART AEROSPACE LTD 
P/N:D412-750-142 B/N:BXXXXX 
FOR PRODUCT ELIGIBILITY SEE РОА06-13 


QC5 


Comment: INSPECT WORK TO CURRENT STEP 


QC21 


Comment: FINAL INSPECTION/W/O RELEASE 


„ФА 


FINAL INSPECTION/W/O RELEASE 


Page 3 Form: rprocess 


INSTALL MS21069-04 INSTALL MS21069-04 
ANCHOR NUT ANCHOR NUT 
(2 PLACES) (2 PLACES) 


CR1122-3-02.5 RIVET 
(4 PLACES) 


RIAL: N/A 
2) FINISH: CHEMICAL CONVERSION COAT PER DART QSI 005 4.1 
TOLERANCES: PER DART QS! 018 UNLESS OTHERWISE NOTED 
4) UNITS: INCHES UNLESS OTHERWISE NOTED 
WELDING: PER DART QSI 004 
IDENTIFICATION: IDENTIFY ON INSIDE SURFACE AS INDICATED WITH WHITE LABEL: 


"TCCA-PDA, DART AEROSPACE LTD., P/N 0412-750-141/-142 B/N BXXXXX. FOR PRODUCT ELIGIBILITY SEE PDAO6-13* 
7) WEIGHT: 0.30 Ibs 


REDRAWN/RECORMAT то ано THANG NH 
CONFIGURATIONS FOR CLARITY: CORRECT VIEWS ON 
IMAGE OF PARTS). 


| ZONE B4). СЯ1122-2-02 
RIVET 


DART AEROSPACE LTD 


HAWKESSURY, ONTARIO, CANADA 


[ 040 
Сүн USING | 
MAKE FROM ОЗАВА. 
( 1F) 


MATERIAL. 6061-Т6 (OR 6061-762) ALUMINUM SHEET (0.050 THICK) 
PER AMS-QQ-A-250/11 OR AMS 4025 OR AMS 4027 
(REF. DART SPEC. M6061T6S 050) 

2) FINISH: N/A 

3 TOLERANCES: PER DART QSI 018 UNLESS OTHERWISE NOTED 

4) UNITS: INCHES UNLESS OTHERWISE NOTED 

8 ОЕН-КАТЮН МА” 0 005 ТО 0 010 МАХ 

6) IDENTIFICATION: N/A 

7) WEIGHT: 0.16 lbs 


DATE 080103 | cz 


usa tan вън Psion сө гомо 0а. 


0.136 00.098 
УЛ хуу ewm (4 PLACES) C'SINK 
@0.181 x 100 20.181 X 100 
(4 PLACES) (4 PLACES) 


#3 52 
(2 PLACES) 


+ 
1545 1560 -4 
2025 75 
(2 PLACES) (2 PLACES) 


D3484-3 FACE D3484-4 FACE 
(MAKE FROM D3484-3F) Е FLAT P. TAIL LIGHT FAIRING (MAKE FROM D3484-3F) | 


| TELA 


MATERIAL. 6061-T6 (OR 6061-T62) ALUMINUM SHEET (0.050 THICK) 
PER АМ5-00-А-250/11 OR AMS 4025 OR AMS 4027 
(REF. DART SPEC. M6061T6S 050) 

2) FINISH: N/A 

3) TOLERANCES PER DART QSI 018 UNLESS OTHERWISE NOTED 

4) UNITS: INCHES UNLESS OTHERWISE NOTED 

5) BREAK SHARP EDGES: 0.005 TO 0.010 MAX 

6) IDENTIFICATION: N/A 

7) WEIGHT: 0.02 lbs 


R347 


D3484-6 CONE 
(MAKE FROM D3484-5F) 
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ЕР 

1 RIAL: 6061-Т6 (OR 6061-T62) ALUMINUM SHEET (0.050 THICK) 
PER AMS-QQ-A-250/11 OR AMS 4025 OR AMS 4027 
(REF. DART SPEC. M6061T6S.050) 

2) FINISH: N/A 

3) TOLERANCES: PER DART QSI 018 UNLESS OTHERWISE NOTED 

4) UNITS. INCHES UNLESS OTHERWISE NOTED 

5) BREAK SHARP EDGES: 0 005 TO 0.010 МАХ 


6) IDENTIFICATION: МА 
| P 37. r) 4⁄2 


7) WEIGHT. 0.11 195 
DART AEROSPACE LTD 


.. HAWKESBURY. ONTARIO, CANADA 


